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D Procedure for the production of pulp. 



f) The Invention relates to a procedure for the production of mechanical pulp from a fibrous product To 
improve the strength properties, the fibrous product is subjected to a chemical and/a- enzymatic 
treatment In which a binding agent is linlced with the lignin in the fibrous product The bond between the 
binding agent and the fibre is created either by using oxidbung en^mes or oxidizing chemicals 
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PROCEDURE FOR THE PRODUCTION OF PULP 



The present invention relates to a procedure for the production of mechanical pulp firom a fibrous product 

The production of mechanical pulpfrom afibrous product, such as whole wood, wood chips, chips or refined 
pulp is mainly Implemented by mechanical methods. The productton of mechanical pulp is based on the utili- 
zation of firiction. Energy is transferred to the wood in a compress-release process generating fncBonal heat 
which softens the wood so that individual fibres can be released. 

The object of pulp pioductlon is to reduce the wood structure into fibres and to process the fibres so as to 
make them fit for use as raw material In the manufacture of paper or cardboard. The natural function of wood 
fibres is exactly the opposite of this object i,e. to form a supporting stnicture as strong as possible. 

The fibres are bound together by an intenmediatB lamella which mainly consists of lignin. In themanuf^cturo 
of chemical pulp, the intennediate lamella is dissolved using chemicals. TTie fibres can be separated undanv 
aged, but besides lignin, even some of the hemiceilulose in the wood Is dissolved. Only about half the fibrB 
content of the wood can be retrieved. i.e. the yield is 50%. In mechanical methods, the lignin Is softened by 
means of water, heat and repeated application of mechanical stress so that the fibres can be °tom" apart The 
fibres are disnjpted In the process, but the yield is as high as 96-98%. 

Mechanical pulps are produced by separating the fibres, which are bound together In the wood, either by 
grinding the wood against a grinding stone or by refining wood chips in disc refiners. The fomier type of pulp 
Is generally called groundwood pulp and the latter type is called refiner mechanical pulp. In the more advanced 
fbrnis of the refining method, heat (TMP) and possibly even chemicals (CTMP) are used. 

The yield in the mechanical pulp productton methods is high. Only a fiew percent of the weight of the wood 
Is lost Therefore, the cost of the wood as per ton of pulp is low. On the other hand, the energy consumption 
Is high, and the energy costs are an important factor. Also, the vigorous mechanical treatment causes fibre 
damage, reducing the strength of the paper produced from the pulp, which Is why the use of mechanical pulp 
is limited to certain products of a lower quality requirement level. 

In earlier research it has been established that the strength properties of mechanical pulp can be Influenced 
by the degree of refining and by mechanicaDy adding binding agents or softwood sulphate pulp into the 
mechanical pulp. 

Increasing the degree of refining invoh/es the disadvantages of Increased production costs and a low pro- 
cessabfllty (anhydrous quality) of the refined product. Adding sulphate pulp rnto mechanical pulp Is generally 
avoided as far as possible because of the costs. 

Binding agents are used to sb-engthen the bonds between the fibres. The strength properties of paper are 
largely dependent on these bonds. By fer the most commonly used dry strength bonding agent is cationic starch. 
For wood pulps with a high content of fine fibres and fillers, the amount of starch needed is 0.5 - 2%. If starch 
Is used in amounts exceeding this, the operability of the machine as well as the paper quality practically always 
decline. 

Thus, the object of the present invention is to create a procedure by which the strength properties of 
mechanical pulp can be Improved. The invention is characterized In that the fibrous product Is subjected to a 
chemical and/or enzymatic treatment in which a binding agent is linked with the lignin In the fibrous product 
According to the invention, it has been established fliat by using an enzyme and/or a chemical, it is possible 
to add a suitable molecule to the free and easily oxidizable groups of lignin. If a binding agent is united with 
the fibre surface in a chemical reactton, it will improve the strength properties of Hie fibre. If necessary, the 
amount of binding agent used can be increased without producing adveree effects. The bond between tiie bind- 
ing agent and the fibre is created either by using oxidfeing enzymes or oxidizing chemicals producing radicals. 

The strength properties can be improved with an enzyme treatment in which mechanical pulp is treated in 
Uie presence of certain substances, e.g. carbohydrates and proteins, containing hydrophDIo groups, with 
enzymes acting on lignin. Chemical bonding can be successfully adiieved in mechanical pulps produced by 
different methods on condition ttiat lignin or its derivatives are present in tiie reaction mbdure. 

The purpose of ttie oxidation treatment, elthereraymaBcor chemical, is to produce in the lignin of Uie fibre 
a radical with whfeh the binding agent is linked by a chemical bond so that ttie strength properties of the pulp 
are substantially improved. The substance used for producing a radical is preferably laccase, lignin peroxidase, 
manganese peroxidase or an oxWizing chemical producing radicals, e.g. chlorine dioxide, ozone or hydrogen 
peroxide togettier with ferro ions. Examples of suitable enzymes are Oiose produced by while rot fiingl, e.g. 
the laccase produced by tiie fungus Coriolus versiculum. The pulp temperatuB during ttie ezyme treatment 
may be in the range 1 0-gO'C, preferably 40-70'C, and ttie pH In ttie range 2.0-10.0, preferably 4.0-8.0. In addi- 
tion, tfie redox potential must be relatively high. In enzyme tteatment approx. 100-600 mV, pr^rably 300-500 
mV, and in chemical treatment above 200 mV. 



In the fblowing, the invenOon is described in detail by the aid of examples of embodiments based on laborat- 
ory tests. 

Example 1. 

20 g (ah8.k) of radabned paper pulp made of reclaimed paper and cardboard was diluted witti water until 
a consistency of 2.5%. was reached. 

The mixture was heated to 40"C. Next starch (Amisol 202] in an amount of 5% was added into the mixture, 
which was stirred propeily. WatardDuted chlorine dioxide in a quantity of 0.5% of the amount of pulp was added 
into the reaction mbdure. The reaction was allowed to continue at 40°C for two houre. 

After this, the pulp was washed with a 20-4iold amount of water, whereupon it was concentrated and 
andyzed. 

The results reflecting the strength of the pulp are presented In Table 1. 

In addition to the test described above (test 5). three reference tests (tests 1 , 2 and 3) and two additional 
tests (tests 4 and 6) were carried out The results of these are likewise presented in Table 1. The tests were 
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Test 1 (reference) : The pulp was not treated with chlorine dioxide and no starch was added to it In 
other respects the implementation and analy^ of the test corresponded to the test described above 
(tests). 

Test 2 (reference) : No chlorine dioxide treatment of the pulp was perfnmed. In other respects the 
5 implementation and analysis of the test corresponded to the test descritied above (test 5). 

Test 3 (reference) : No chlorine dioxide treatment was peifbrmed. Starch was added to the pulp in an 
amount of 10% of the amount of pulp. 

Test 4 : The pulp was treated with chlorine dioxide, but no starch was added. In other respects the 
implementation and analysis of the test corresponded to the test described above (test 5). TTie pro- 
10 cedure represented by this test belongs to the sphere of ttie present invention. 

Test 6 : The pulp was treated with chlorine dioxide after a starch addition of 10% of the amount of pulp. 
In other respects the implementation and analysis of the test corresponded to the test described above 
(test 5). The procedure represented by this test belongs to the sphere of the present Invention. 

IS Example 2. 

Unbleached TMP pulp was washed with ion-exchanged water and centrifugalized. The pulp was buffered 
with a Na citrate buffer, diluted to a consistency of 2.5% and heated to 40°C. Starch (oxidized, medium cationic) 
was added to the pulp in an amount of 5%. and the pulp was stirred properiy. 1-accase (acd^ 630 U/ml) diluted 
20 with water was added to the mixture in an amount of 0.1 % i3f the amount of mixture, and the pulp was siiired 
carefully. The enzymatic reaction was allowed to continue for two hours at a temperature of 40<'C. The pulp 
was stinred periodically during this time. At the end of the reaction the pulp was washed. 

After the washing, the ensyme activity was destroyed by a lO-mbiute heat treatment at 80-85°C. Rnally, 
the pulp was concentrated, cenlrifugallzed and homogenized. 
26 100-g sheets (SCAIvI-67} were produced flnom the pulps, and the sheets were tumble dried. The paper 
technical propertiea of the sheets were determined In accordance with the SCAN standards. 
The results reflecting the strength of the pulp are presented in Table Z 

In addition to the test described above (test 2), a reference test (test 1) and two additional tests (tests 3 
and 4) were carried out The results of these are likewise presented in Table 1. The tests vrere peifonned as 
go follows : 

Test 1 (reference) : The pulp was not subjected to an enzyme treatment and no starch was added to It 
As tor the washing of the pidp and the analyses, the test corresponded to that described above (test 2). 
Test 3 : The pulp was subjected to an en^me treatment after peptone, instead of starch, in an amount 
of 5% of the amount of pulp had been added into the reaction sdution. In all other respects, the Ireat- 
35 ment oonnesponded to that described above (test 2). The procedure represented by this test belongs to 
the sphere of the present invention. 

Test 4 : Instead of an enzyme treatment, the pulp was subjected to an oxidizing chlorine dioxide treat- 
ment The amount of chlorine dioxide used was 0.1% of the amount of pulp. In all other respects, the 
treatment corresponded to ttiat described above (test 2). The procedure represented by this test 
40 belongs to the sphere of the present invention. 

it is obvious from the results that the strength can be increased in the sameway regardless of whetha- the 

oxidizing agent is chlorine dioxide or laecase. The results also indicate that, besides starch, peptone, too, can 

be used together with an oxidizing treatment to increase the strength of the pulp. 

It can be seen from the results that the mere addition of starch as a binding agent increased the strength 
4S as expected, but the increase in strength was deariy larger in the cases where the pulp had been subjected 

to an oxidizing treabnent as provided by the invention. 

It is obvious to a person sklled in the art that the Invenfion is not restricted to the embodiment example 

described above, but that It may instead be varied within tfie scope of the following daims. 
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Claims 

1. Procedure for the production of mechanical pulp from a fibrous product, eharacteriseci In that the fibrous 
product Is subjected to a chemical and/or enzymatic treatment in which a binding agent is linked with the 
lignin In the fibrous product 

2. Procedure according to claim 1 , characterized in that, during the chemical and/or enzymatic treatment of 
the fibrous product, radicals are produced In the lignin In the fibrous produc*. ttie binding agents being linked 
with the radicals by chemical bonds. 

3. Procedure accorting to claim 1 or 2, characterized in that the binding agent Is a hydrophiiic substance, 
preferably a hydrocarbonate and/or a protein. 

4. Procedure according to any one of the preceding claims, characterized in that the »ibstance used for pro- 
ducing a radical Is an oxidizing era^e and/oran oxidizing chemical producing radicals, preferably laccase, 
lignin peroxidase, manganese peroxidase, hydrogen peroxide together wlHi feno Ions, chlorine dioxide or 
ozone, used either by themselves or in mbdures. 

5. Procedure according to any one of the preceding claims, charaeterteed in that the enzyme treatment Is 
perfbmied within a temperature range of 10-90<>C, preferably 40-70«C, and at a pH of 2.0-10.0, preferably 
4.0-8.0. 

6. Use of enzymes and/or chemicals acHng on lignin, together with binding agents, to increase the strength 
properties of pulp in the manufacture of mechanical pulp. 

7. Use of an erayme and/or chemical according to claim 6 to improve the strength properties in the manul^o- 
ture of mechanicai pulp when oxidizing enzymes and/or oxidizing chemicals producing radicals are used. 

8. Use of a binding agent according to daim 6 to improve the strength properties in the manufacture of 
mechanical pulp, the binding agents used being preferably hydrocarbonates and/or proteins. 

9. Use of laccase, lignin peroxidase, manganese peroxidase, hydrogen peroxidase together with fterro ions, 
chlorine dioxide, ozone or mixtures of these according to dalm 6 to improve the strength properties in the 
manu^cture of mechanical pulp. 
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